4/26/2018 


“DART 


AREWOSPACE 


Dart Hawkesbury 
1270 Aberdeen St Hawkesbury, ON K6A 1K7 Canada 
Tel (613) 632-5200 


Terms} Purchased Item Description 


4130 Sheet .250: 
MATERIAL: AISI 
4130N STEEL 
SHEET AS PER OR 
AS PER AMS 6345 
MIL-S-18729 OR 
AMS 6350 OR AMS 
6351 receive sf 


PO039598 — 


3.00 : MATERIAL: 
AISI 4130N STEEL 
BAR PER MIL-S- 
6758 OR AMS 
6345/6348/6370/6528 


304 Bar .250 X .500 : 
MATERIAL; AIS! 
304/316 SS BAR OR 
AIS! 304/316 SS 
PLATE AS PER 
ASTM A276 OR 
ASTM A240 NOTE: 


Print 


Purchasing Receipts 


For 


Par rt Equipment 


ID Date 


Stock |4/26/2018 


tock | 4/26/2018 


Receive 


Price/Unit 


$ 59.11/ sf 


$ 23.33 / ft 


$ 4.25/ pes 


Day 


Plex 4/26/2018 12:41 PM Dart.Dubois.Pascal 


https://www.plexonline.com/735c800c-6137-4908-9b87-969e872a5285/ Plexus_Control/Report_Viewer_2.asp?Opener_Session_Key={735C800C-6 137-4908-9B 


4/13/2018 


“DART 


AEROSPACE 


MES002-VC 
Metaux Solutions 


2625 boul Jacques-Cartiier Est 


Longueuil 

Qc 

J4N 1L7 Canada 
Phone: 800 558 8858 
Fax: 514 633 8044 


1270 Aberdeen Street 


Hawkesbury 
ON 
K6A 1K7 Canada 


Phone: 613-632-5200 


Line Supplier Due | Order |Received Unit Extended 
Item Part No Description Status} Date |Quantity | Quanti y |Balance| Price (CAD) Price 


36 sf $59.109722/sf $2,127.95 


M4130NS.250 


M4130NB0.500X03.000 


Line Item Note 40 pcs cut to 14" 


3 


M304B0.250x0.500 


PURCHASE ORDER 


Dart Aerospace Ltd. 
1270 Aberdeen St 
Hawkesbury, ON 
K6A 1K7 

Canada 


Tel (613) 632-5200 


PO No: 
PO Date: 
Due Date: 


Purchase Order 
Revision: 


Revision Date: 
Ship-To Contact: 


Via: 
Pymt Terms: 
Freight Terms: 


Special Comments: 


4130 Sheet .250 Firmed 4/30/18 
: MATERIAL: AISI 

4130N STEEL 

SHEET AS PER OR 

AS PER AMS 6345 

MIL-S-18729 OR 

AMS 6350 OR AMS 

6351 

receive sf 


4130 Bar 0.500 X 
3.00 

: MATERIAL: AISI 
4130N STEEL BAR 
PER MIL-S-6758 OR 
AMS 
6345/6348/6370/6528 


Firmed 4/19/18 


304 Bar .250 X .500 Firmed 4/19/18 200 pcs 


: MATERIAL: AISI 
304/316 SS BAR OR 
AISI 304/316 SS 
PLATE AS PER 
ASTM A276 OR 
ASTM A240 NOTE: 
AISI 303 NOT 
ACCEPTABLE 
receive ft 


PURCHASE ORDER 


PO039598 
4/13/18 
4/19/18 


Lavoie, ChantalPhone: 


clavoie@dartaero.com 


Ground 
Net 30 


36 sf es!) 


% 


47 ft 


te, 


2a 


Opcs 200 pcs 


PO039598 


APR 2 6 2019 


APR 2 6 2019 


$4.25/pes 


DAS 
11 


9-89 


a ) 47 ft $23.33/ft $1,096.51 


DAS 
11 


9-89 


$850.00 


APR 2 6 2019 DAS 
11 


9-89 


Grand Total: 


$4,074.46 


Plex 4/13/18 11:25 AM dart.lavoie.chanta 


https://www.plexonline.com/3b25bb83-797 a-43bb-bf0d-d7eef25a393e/Plexus_Control/Report_Viewer_2.asp?rv=u%1E. -%2FPurchasing%2FPO_Print.asp%3FPO 


4/13/2018 PURCHASE ORDER 
Order Notes 


s 

Firocurement Quality Clauses 
A005 right of entry 
A012 chemical and physical test report 
A016 personnel qualification 
A017 raw material identification (as applicable) 
A026 certification of material conformance 
A041 quality management system 

A042 dart notification by supplier 

A043 retention of quality documents 


A048 counterfeit parts avoidance, detection, mitigation and disposition program 


A049 supplier awareness 


Terms & Condition of Purchasing(Suppliers) and Procurement Quality Clauses are an integral part of our AS9100 requirements. To learn in detail, please visit 
www.dartaerospace.com for further explanation. 


Plex 4/13/18 11:25 AM dart.lavoie.chantal 
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METAUX SOLUTIONS INC 

2625 BOUL JACQUES CARTIER EST 
LONGUEUIL, QUEBEC 

J4N 1L7 Tel. : 450 641-3330 


Customer : 6323336 
~ DART AEROSPACE LTD 


1270, ABERDEEN STREET 
HAWKESBURY, ONTARIO 


Shipping Order 25/04/2018 


Order . £ 134373 
Reference + 39598 
Ship PICK UP / PICK UP 
Ship To 
Same 


Tel.: 1613 632-3336 


Oy Qf. Deliver B/O Oty 


axxtrrk EACTURER E-MAIL FICK FI feted SUPER IMPORTANT SUR 


K6A 1K7 
Item No. Description 
; LE PACKING SLIP INSCRIRE LES HEAT N 
3 hae 4A TOO 4130n PLATE .250" 
MZ 1x 36" X 14g sAeeee 
“ en 
IF 124130N 4130 NORM PLATE .500 THICK AMS 6345 
40 . : 14” oh 
F144 244IR 304 STAIN FLA .25" X .600” HR 


47 X 43° 
nt67738108 


ship journey collect 
ip 


Shipping 
Package No 
Merchandise Received: 


ship journey collect 


jp 


A i l lu 


M15305 
RTAL -Rosedale 9580 Limited 


a“ 


Shipping Order 25/04/2018 
METAUX SOLUTIONS INC 
2625 BOUL JACQUES CARTIER EST Order [134373 
LONGUEUIL, QUEBEC Reference : 39598 
J4N 1L7 Tel. : 450 641-3330 Ship : PICK UP / PICK UP 
Customer : 6323336. 
i Ship To 
DART AEROSPACE LTD 
1270, ABERDEEN STREET Same 
HAWKESBURY, ONTARIO 
K6A 1K7 Tel.: 1613 632-3336 
Item No. Description Oty Qty. Deliver B/O Qty 
senecere EACTURER E-MAIL ******** SUPER IMPORTANT SUR 
LE PACKING.SLIP INSCRIRE LES HEAT N , 
MP144130 4130n PLATE .250" 1: } : j 
5 | 4 36" x 144" wk KKK ; 
ht;d2507 / L of F 
MF124130N 4130 NORM PLATE .500 THICK AMS 6345 11.64 / ‘ p 
40 x 3" x 14" | 
hit; 1967550 - 
‘ t- 
SF14124HR 304 STAIN FLA.25" X .500" HR oa / ee 
17 KAP | 
nt67738106 


anu 


be 


KAS , 


So (a 


Shipping 
Package No 


Merchandise Received: 
2 


Ref. 


NUCOR STEEL 


4537 S. NUCOR ROAD; CRAWFORDSVILLE, IN 47933 


REPORT OF TESTS | 
ATIN: 


JSTOMER ORDER # 081414MC 


PRODUCT: HRPO light oil FINE GRA 
AIRCRAFT QUALITY 4130 / 

| ASTM-A 506 ASTM-A-635 AMS230 Rev J 
[successor to MIL-S-18729 COND N.] 
NORMALIZED OR OTHERWISE HEAT 
TREATED 


. 0.500" by 36” steel sheet 


i, 


N 


-—sena—J HEATH |] TENSILE | ELONG _| 
((i961550~ f348571-06- [as oe [IS ksi_ 20% J 


_——7___ ‘TEST RESULT 
*Average austenite grain size #8 Pass 
Decarburization (P/F) 
*Bend Test (P/F 


*Response.to Heat Treatment (P/F) 
*AMS 2301 Quality Freq/Sev (P/F 
*These tests performed by outside lab, ISO 17025 certified. 


HEAT# | C | | Ma | 

WE HEREBY CERTIFY THE ABOVE a ae 

IS CORRECT AS CONTAINED IN ar PIS Po “ 

THE RECORDS OF THE CORPORATION. ge ae 
Pg er 2a" 

Melted and Manufactured in the USA Cold Mill Metallurgist 


QF-0200, 10/17/05 


Now J Nr: We: 
0000136628 


Datum 7 Date T bata 


[rn ten Terrorists cites arco 
NewGPevgnis Halil Test Cestflca 


BOLLN GHAUS ¥ EN 10204:200473.4 


Sif, gis Qualidade 


~ Unsere Innere Verwelewacyeecpooemermem 
Unsere tnnere Verwelsung Our Int. Reg K/ ref lat 
Bollinghaus Steal, $4 

DIN EN Iso 9001;2008 


TOV CERT Nu, O1 100 030458 


5600038278 000010 19 12.2017 
Spozifikation andards / Normas ot 
TYPE 304/UNS $3400 and TYPE 304LUNS $30403 ac 27EMAGS_ ASTM A 182/018 1-168, ASTM AISV/A193M-16, ASTM 
Ba IAATEN: $63, ASTM AS20INI20M-150, as A314-18, } 62-16 Pract. &, AMS Q0-$-765D, AMS 5630), AMS 8827. ASME 


SA47SiSAV79M, ASME $4276, ASAE $A182/182M, ASME SA 193/54 183M, ASME SA320/SA320M, NACE MRO: 75-2015, execution as por 
ASTI A484/0484M- 16, 


Kunde / Customor / Cliente ~~ 


a ————______. 
Endgiiltiger Kunde / Final Customer / Cliente Final 


Riemann ee 


neem 
OsetewWe/Orde Hr/EneNr, Ct 10766 


Bestel Nr/ Order NeJ Eue.Ny, 6110766, 1 


Produktgruppe {Pro oup / Grupa Produte To Gowlehit7 Weight/Poss | Bunde? Bundle / Atados 
AISI 304/L. FLAT 114 x 1/2" es 1.059 Ib 1 
NS 


so ante ae 
VV@LKStOrfuAly, 


Materlatne 
Qualldade 


Werkstoft-Normbezelchnung / Material sundard gradu / Norma to material 
X 2CiNi 18-9 


Beschroibung / Dascr 
Stainless see) fat bars, ho! rolied. heat treated, straightened and ploxlad 
US DFAR 252.225-7009: MELT SOURCE: France / MFG: Portugat. 


Iption / Deserigiio 


: ne NN rrr eee 
a eel ] Cheémische Analyse in %/ Chemical Composition th %/ Analise quimica em % 
( PE itty. ae ee so en 
" ammaiaeneatan ve “<r a : 
677368168 0.012 SY 0.025 | or | 18.127 | Ni | $005 
EAFYAOD 0.378 } 0.080 | Tj | 0.002 | - 2 fo 
ASTM E399 _ ASTM AZO eal 
 ~"Ketischingaibelt”” ~"T~Siteckgrenze 7 Dehtigrenzo Zuytariigksit Ty jiaunp Binsshnurung 
Provan Nr, impact Test Yield point 1% point Tensile strength Flonysticn Reduction of ares 
Test ne, Resiiléncla Teneho Jimito [Limite Gt extensto Tensio de retury Aongamanto — | Cool, Esirigso 
Arnostra na, H {Charpy | Rp 0.2% Rp 1,0% Am as Ta Zz 
tw) [ey (Rely sy ta Pe 
~~ 2036051.03.01 [ 48 57 0 $6.4 
rere rn ———— 
| a eee | - 
i ——. ete 


Warmedschangiuny 


Vistealia Kontrolts : Keicoatonsbesttndigieit tiwt teatrent 
Visua! Inspection a Sucdiais ica EE Mistanente teinleo 
‘1 1 
franeepta ited Ourera {HB ] Carrasto Intercsietalice OK 
: OTA aaa F 
ASTM A484 ASTM E142 Abrahmeboaitvagier Anneatad Quenched 4900 >F (1059 °c) 
Mackontrolie Korngrésse Aulnenizad inspection Ropresentaive 
Dintansionsl Inspection ed Oraln size 9 


Inspregho dimensional Ok 
eee 


VerwochsiungsprUtinig 


Tamanho de grao 


ps 


inepect: ansac!g 7 
396 oe {water quenched 
wo yy { 
Le \ 
Uy 


Meloaioptecte Hatercuctung 
Machoytaphic test 


f idanitty Mi Z \! 2. 
hese. Ok Material eye fran Vaseu Ferrairg (Q. VF) 
Seyreyalion defects, Ook re e Ginnl Ga 
y : Bollinghays Steel, SA 
Bemerkungen / Romarks / Observagdes Hiormlt bestaligen wir, dass dag Materlal der oben genannten 
Country of origin: Portugal, No weld tepalr done, Spezifikatlon antsprticht, 
Materlal ts tree of Mercury and radiation contamination, We confirm that this matortal meets the specification according 


the mentioned standards, 


Confirmamos que este Material respeita ag especificacses 
de acardo com as Norinas relerldas, 


4 ODA anu 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: YUBA ALG ores. COQ PO! BATCHNO. C23 FSS TS C65 50/ 
APR 


DATE: 


MATERIAL CERT REC'D: VES THICKNESS ORDERED: _» SOO 
__. 9h. £97) 


QUANTITY RECEIVED: THICKNESS RECEIVED: 4 D) 


QUANTITY INSPECTED: z es 5 SHEET SIZE ORDERED: 
QUANTITY REJECTED: SHEET SIZE RECEIVED: 
NCR 
DESCRIPTION (Check COMMENTS 
Y/N) 


SURFACE DAMAGE 


NY 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 
DUR A WEBSTER 


TYPE OF MATERIAL SEAR See wee pesca eee, 
SIZE OF TEST SAMPLE Bey ee Sa Ceo Ree) 

iT Siaar Greate ineienns Sere 
testers located in the Quality Office 


HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED By: DAS SIGNED OFF BY: 
DATE: 9-89 APR 2 6 2018 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


DATE: 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


vaS 


PURCHASE MATERIAL: AISI 4130N STEEL BAR PER MIL-S-6758 OR AMS 634 6348/6370/6528 


PART NUMBER: M4130N-B] T.TTT | X | WW.WWW WHERE T.TTT = THICKNESS (IN INCHES) 
WW.WWW = WIDTH (IN INCHES) 
THICK WIDTH 


EG. 0.5" X 3.0" BAR = M4130N-B0.500X03.000 


s 


Ree ew 


B ADD AMS 6345 PH 08.05.05 


NEW ISSUE DS 01.06.08 
DESCRIPTION BY DATE 


[DESIGN | RT AER 

hon le | eee 

DRAWING NO. REV B 
M4130N-B SHEET 10F 1 

SCALE 


4130 BAR NTS 


COPYRIGHT © 2001 BY DART AEROSPACE LTD 
ThIS DOCUMENT IS PRIVATE AND CONTIDENTIAL AND IS SUPPLIED ON THE EXPRESS CONDON THAT IT IS 
NOT TO BE USED OR ANY PURPOSE CR COPIED OR COMMUNICATED TO ANY OTHER PERSON WITHOLT 
WRITTEN PERMISSION FROM DART AEROSPACE LTD. 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: L130Y b O.250XO.9CO PO / BATCH NO.:C/3 Aha eats G ai 
APR 26 2018 


DATE: 


MATERIAL CERT REC'D: VL 9 THICKNESS ORDERED: « 50 


© 
. -~ 
QUANTITY RECEIVED: 7 fi | THICKNESS RECEIVED: yg Oo 
QUANTITY INSPECTED: ‘ SHEET SIZE ORDERED: 
QUANTITY REJECTED: SHEET SIZE RECEIVED: 


COMMENTS 


ee inhi EEE Rey, 
eee RS en eT 
a |), einen meena 
| CORRECT MATERIAL PER M-DRAWING |(Y SN ea IRD fp 

re ee 
mire ROTO REQUIRED. TV 
|_CORRECT REF #TOLINKCERT [QW [Paad TF C9533 by 


DOES THIS MATERIAL REQUIRE Lv l@ 
ENGINEERING SIGN OFF Y 1) 
DOES THIS REQUIRE AN ele 

EXTRUSION REPORT Y IAN) 
S/S 


CUT SAMPLE PIECE OF MATERIAL AND PREFORMA HARDNESS CHECK. 
RECORD RESULTS BELOW 


DUR A DUR D_| WEBSTER 
testers located in the Quality Office 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


SIGNED OFF BY: 


DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


a) 


SPECIFICATION CONTROL DRAWING 


A PURCHASE MATERIAL: AIS! 304/316 SS BAR OR AISI 304/316 SS PLATE 


| 303 NOT ACCEPTABLE) 
ay SPECIFICATION ASTM A276 OB ASTM A240 


PART NUMBER: : pilav) 
THICK] | WIDTH 


WHERE "T.TTT" = THICKNESS IN INCHES 
AND "WW.WWW" = WIDTH IN INCHES 


EG. 0.5" x 3.0" BAR = M304B0.500X03.000 
EG. 0.5" X 12.0" PLATE = M304B0.500X12.000 


12) 
Cc 
JELEASE 


iil) 2010 -11- 30 


ADDED PLATE TO PURCHASE MATERIAL, ADDED 
RELATED SPECIFIC. IS, AND EG.; CHANGED TITLE 
FROM "304/316 BAR™ TO "304/316 BAR/PLATE” 


| fA DART AEROSPACE LTD A 
fee HAWKESBURY, ONTARIO, CANADA 
if 
DE APPR. WY | 304/316 BAR/PLATE 
COPYRIGHT © 2005 BY DART AEROSPACE LTD 

ee sosze | RE A al 

pone ey ey ratempapeeep ther prt tee po at 

ele ielintrintarryeersesie 


MATERIAL RECEIPT INSPECTION FORM 


15 2 
DATE: APR 2 6 2018 


ty 
MATERIAL: MY LIA $ eS 5 ) PO / BATCH NO.:¢ i iY 5 La, 4 5590 


5 — 
MATERIAL CERT REC'D: Ye S THICKNESS ORDERED: «4 Z25-O 
ag Ff THICKNESS RECEIVED: =5=) , 7) 


QUANTITY RECEIVED: 


eZ 
QUANTITY INSPECTED: : Ka SHEET SIZEORDERED: 3 X /7Z 
QUANTITY REJECTED: SHEET SIZERECEIVED: 3 X | 7 


DESCRIPTION COMMENTS 


SURFACE DAMAGE 


CORRECT FINISH (Y) 
CORROSION | Y | 
CORRECT GRAIN DIRECTION _|(Y} 


| CORRECT THICKNESS Y/N | 
| PHOTOREQUIRED | VQ CSC—=*” 
|_CORRECT REF#TOLINKCERT || N [Blan oF qd I5O7 C—C“‘=‘“S*~*~*™ 


CORRECT MATERIAL IDENTFICATION@)| 
CORRECT M#ONTHEMATERIAL (YIN] SSS 


DOES THIS MATERIAL REQUIRE Lae 
ENGINEERING SIGN OFF Y IN) 
DOES THIS REQUIRE AN Ly kan 

EXTRUSION REPORT Y ICN) 
a, 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DUR A DURD__| WEBSTER 
TYPE OF MATERIAL as ae Cee Lees Nisei 
SIZE OF TEST SAMPLE es Ceaser Wears eo ice) 

i PAA PAs Se eemese 


HARDNESS / DUROMETER READING 
testers located in the Quality Office 


QO 


q 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED By: DAS SIGNED OFF BY: a 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


Ams 6345 
ie ccc phhle 
Steck fw 


um on 
pon ~<a riuerthe 


? reduc only. 


DESIGN CRAWN BY 
BRADLEY [StanTler 


DART AEROSPACE LTD 


HAWKESBURY. ONTARIO, CANADA 


DRAWING NO. REV 


MAVS0OMN =. serclo ~ 


ae) 


DATE 

Q\.05.19 | 4130 SHEEV SPEC. 

POURCOEaSE — ALSI4\30N SVEEL SOEEV 
PER ONE TRE FOLLOWING 


S26c"S 3 MSS iat Ve 2 RAWSe250 
CR BMS to SE 


PRT NONE & 


M4120N— SOS | a 


Copyright © 202 / by DART AEROSPACE LTD 
THIS DOCUMENT IS iain AND CONFIDENTIAL AND 1S SUPPLIED ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR COPIED 
R COMMUNICATED TO ANY OTHER PERSON WITHOUT WRITTEN PERMISSION FROM DART AEROSPACE LTO. 


02/05/2018 Print 


_ N Dart Hawkesbury 
”D) AR | 1270 Aberdeen St Hawkesbury, ON K6A 1K7 Canada Inventory 
ERO EAE Tel (613) 632-5200 


Part Number: M4130NS.250 Revision: 4130 Sheet .250 


aw 7 


4/26/2018]to be use for |/ 


ssa —sp}-_-—I ates oe 
et OO 
SS a ot 


2 - Master 
Operation ._|Container 3 Serial Special Change|Inventory 


Plex 5/2/2018 10:34 AM Dart.Duval.Patrick 


https://www.plexonline.com/7 2fcdabd-3 148-4dfb-b143-65773f1 47e33/Plexus_Control/Report_Viewer_2.asp?Opener_Session_Key={72FCDABD-3148-4DFB-B1 


CERTIFICATE OF TEST | 
CERTIFICAT D'ESAIS 


Page 01 of 02 


Certification Date 


CUSTOMER ORDER NUMBER 24-APR-2018 


NUMERO DE COMMANDE DU CLIENT 
Invoice Number 


44580-J - rie TI7B712 
PART NUMBER/NUMERO DE PIECE 

508731 
SOLDTO: METAUX SOLUTIONS INC. SHIP TO: METAUX SOLUTIONS (RIVE-SUD) 
VENDU A: EXPEDIE A: . 


2625 BOUL JACQUES CARTIER EST 
LONGUEUIL QC J4N i 


2625 BOUL JACQUES CARTIER EST 
LONGUEUIL QC J4N 1L7 


SCALED AQ PLATE AMS 6345 COND N OR 
X (144.000 RECTANGLE Line Total: 
ITEM: 508731 


367.56 LB 


Specifications: 
AMS 6345 D 
ISO 14001 04 


AISI 4130 97 ASTM A829 14 


Cc MN P Ss CU ST NI CR 
0.32 0.54 0.007 0.001 0.18 0.25 0.15 0.89 
MO Vv AL CB 
0.20 0.003 0.03 0.001 
RCPT R446254 
COUNTRY OF ORIGIN : USA 
MECHANICAL PROPERTIES 
YLD STR ULT TEN SELONG SRED HARDNESS 
DESCRIPTION PST PSI IN 02 IN IN AREA 
81000.0 116000.0 21.0 


The above data were transcribed from the manufacturer’ s Certificate of Test after verification 
for completeness and specification requirements of the information on the certificate. All test 
results remain on file subject to examination. ./Les informations ci-haut-mentionnées sont 
transcrites du certificat d’essais du manufacturier aprés Vérification de |’état complet des 
spécifications inscrites sur le certificat We hereby certify that the material covered by this report 
will meet the applicable requirements described herein, includi ng any specification forming a 
part of the description. ./Par les présentes, nous certifions que le matériel couvert par ce rapport 

tre les spécifications décrites ci-haut. 

ful recording of false, fictitious, or fraudulent statements in connection with test results 
may be punishable as a felony under federal statutes. ./Les informations fausses, fictives ou 
fiauduleuses en rapport avec te résultat des essais sont punissables en vertu des lois fédérales, 


Material did not come in contact with mercury while in our 
possession/Par les présentes, nous certifions que le matériel 
couvert par ce rapport rencontre les spécifications déctites ci- 


haut. 
JOANNE DESPRES 


a \ 


’ / 
/ ‘ 
i i ' 
Se i A pe P fr tet 
es aaa rene / 


/ 
a a 


f 


MANAGER QUALITY ASSURANCE 
GERANT DE L'ASSURANCE QUALITE 


CERTIFICATE OF TEST a 
CERTIFICAT D'ESAIS | Sain 


Certification Date 


CUSTOMER ORDER NUMBER 24-APR-2018 


NUMERO DE COMMANDE DU CLIENT 
Invoice Number 


44580-T OS x T378712 
PART NUMBER/NUMERO DE PIECE 
508731 
SOLDTO: METAUX SOLUTIONS INC. SHIP TO: METAUX SOLUTIONS (RIVE - SUD) 
VENDU A: EXPEDIE A: 
2625 BOUL JACQUES CARTIER EST 2625 BOUL JACQUES CARTIER EST 
LONGUEUIL QC J4N 1L7 LONGUEUIL QC J4N 1 


SSS 


Description: 4130 HR DESCALED AQ PLATE AMS 6345 COND N OR 


1/4 P/C 36.000" X 144.000" RECTANGLE Line Total: 367.56 LB 
HEAT: D2507 ITEM: 508731 
VACUUM DEGASSED MATERIAL IS FREE FROM MERCURY CONTAMINATION 


NO WELD REPAIR PERFORMED ON MATERIAL 
DECARB: OK 

AMS NO :2301 

SEVERITY :0.0 

FREQUENCY :0.0 


COMMENTS 
reduction ratio 36 
melted and mfg in usa 


The above data were transcribed from the manufacturer's Certificate of Test after verification Material did not come in contact with mercury while in our 
for completeness and specification requirements of the information on the ceriiffcate. All test possession./Par les présentes, nous certifions que le matériel 
results remain on file subject to examination. ./Les informations ci-haut-mentionnées sont couvert par ce rapport rencontre les spécifications décrites ci- 
transcrites du certificat d’essais du manufacturier aprés vérification de ]’ état complet des haut. 

spécifications inscrites sur le certificat. We hereby certify that the material covered by this report JOANNE DESPRES 

will meet the applicable requirements described herein, including any specification forming a oy 

part of the description. ./Par les présentes, nous cerlifions que le matériel couvert par ce rapport f \ / Pe 

rencontre les spécifications décrites ci-haut, i hd  Laoest A Letfs aie 

The willful recording of false, fictitious, or fraudulent statements in connection with test results Fi ha 

may be punishable as a felony under federal statutes. ./Les informations fausses, fictives ou 4, Fs 


frauduleuses en rapport avec le résultat des essais sont punissables en vertu des lois fédérales. i. 
MANAGER QUALITY ASSURANCE 
GERANT DE L'ASSURANCE QUALITE 


